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Additional Product 


Job Number: | 


Seq. #: Machine Or Operation: Description : 
1.0 M6061T6B0875X06000 6061-T6 Bar 875" x 6.0" 


DATI MNN 


~ Comment Qty.: 0.1400 f(syUnit Total: 0.2799 f(s) 
6061-T6 Plate .875" x 6.0" 


(M6061T§B0875X0600) 
Batch;Z, A 3 


WATER JET FLOW WATER JET 


~ Comment: FLOW WATER JET 


1-Cut as per Dwg D3518 E 
Dwg Rev Aching a A y A ya Z & 


Prog Revfethatingeef 


2-Open holes to finish size as per Dwg "> Wa 22 7 
77 ( É d 


3-Deburr if necessary 


QC2- 


Comment: INSPECT PARTS AS THEY COME OFF MACHINE 


INSPECT PARTS AS THEY COME OFF MACHINE 


Z 


QC8 
a | | Yau. 
Comment: SECOND CHECK 


HAND FINISHING1 


Comment: HAND FINISHING RESOURCE #1 
Chemical Conversion Coat as per QS! 005 4.1 pZ 


HAND FINISHING RESOURCE #1 
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POWDER COATING POWDER COATING 


"Comment: POWDER COATING f se 
Powder Coat White Gloss (Ref: 4.3.5.1) as per QSI 005 4.3 


3 INSPECT POWDER COAT/CHEMICAL CONVERSION 


. Comment: INSPECT POWDER COAT/CHEMICAL CONVERSION 2 
PACKAGING 1 PACKAGING RESOURCE #1 


Comment: PACKAGING RESOURCE #1 


< Comment: DOCUMENT CONTROL 
Inspection Level 21 


DOCUMENT CONTROL 


Job Completion 
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DESIGN DRAWN BY 
i E. le eee ee eae 


CHECKED APPROVED DRAWING NO. REV. B 
D3518 SHEET 2 OF 2 


DATE THLE SCALE 
06.06.21 BASKET (A119) STRUT 


1:3 


80.191 
(2 PLACES) 


14.47 
(REF) 


D3518-1 STRUT 


“NOTES: 


1) MATERIAL: M6061-T6 (OR 6061-T62) ALUMINUM BAR PER AMS-QQ-A-225/8 
(OR AMS 4117/4128/4115/4116) OR PER AMS-QQ-A-200/8 (OR AMS 4160) 
(REF DART MATERIAL SPEC M6061T6B) 

2) FINISH: ACID ETCH AND ALODINE PER DART QSI 005 4.1 

POWDER COAT WHITE (4.3.5.1) PER DART QSI 005 4.3 

3) ALL DIMENSIONS ARE IN INCHES 

4) TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 

5)BREAK SHARP EDGES 0.005 TO 0.010 MAX 
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